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AN IMPLANT AND A METHOD FOR TREATING AN IMPLANT SURFACE 

Technical field 

The invention relates to an implant for itiqplantation 
into bone tissue, and to a method for treating an implant 
surface intended for implantation into bone tissue to im- 
5 prove the biocompatibility of an implant coti^rising said 
surface . 

Background of the invention 

A one- stage procedure is nowadays, in most cases, 
used for implanting orthopaedic or dental implants, gen- 

10 erally metallic implants, into bone tissue. 

In the one--stage procedure, a first implant part, 
such as a dental fixture, is surgically placed into the 
bone tissue, and a healing cap or a secondary implant 
part, such as an abutment, is then attached to the first 

15 implant part directly after the surgical operation. The 
soft tissue is thereafter allowed to heal around the 
healing cap or the secondary iic^^lant part* When a healing 
cap is used, the cap is removed after a few weeks or 
months without any surgical procedure, and secondary im- 

20 plant parts, such as an abutment and a provisional crown, 
may be attached to the first implant part. The one- stage 
procedure is for instance described in L Cooper et al; ^^A 
multicenter 12 -month evaluation of single- tooth inplants 
restored 3 weeks after 1 -stage surgery^. The Intema- 

25 tional Journal of Oral & Maxillofacial Implants, Vol 16, 
No 2 (2001} . 

The two- stage procedure, which in some dental cases 
still might be necessary to use, involves in a first 
stage surgically placing a first implant part, such as a 
30 dental fixture, into the bone tissue, where it is then 
allowed to rest unloaded and immobile for a healing pe- 
riod of three months or more in order to allow the bone 
tissue to grow onto the implant surface to permit the im- 
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plant to be well attached to the bone tissue r the cut in 
the soft tissue covering the inqplant site being allowed 
to heal over the implant, and in a second stage opening 
the soft tissue covering the ittiplant and attaching 
5 secondary implant parts, such as a dental abutment and/ or 
a restoration tooth, to the first implant part, such as 
« said fixture, forming the final iinplant structure. This 

procedure is for instance described by Br&netnarlc et al": 
« ^^Osseointegrated Itnplants in the Treatment of the Edentu- 

10 lous Jaw, Experience from a 10-year period", Almquist & 
Wiksell International, Stockholm, Sweden. 

However, the fact that the implant may not be loaded 
during the healing period means that the secondary im- 
plant parts may not be attached to the first implant part 
15 and/or used during the healing period of three months or 
more. In view of the discomfort associated with this, it 
is desirable to minimize the time period necessary for 
the above-mentioned first stage or even perform the en- 
tire implantation procedure in a single operation, i.e. 
20 to use the one-stage procedure. 

For some patients, it might be considered better to 
wait at least three months before functionally loading 
the inqplant, both for one-- and two-stage procedures. How- 
ever, an alternative using the one-stage procedure is to 
25 put the implant in function directly after implantation 
(immediate loading) or a few weeks after implantation 
(early loading) . These procedures are, for instauice, de- 
scribed by D M Esposito, pp 836-837, in Titanium in Medi- 
cine, Material Science, Surface Science, Engineering, 
' ^ 30 Biological Responses and Medical Application, Springer- 

Verlag (2001) . 

: It is essential that the in^lant establish a suffi- 

* * 

cient stability and bond between implant and bone tissue 
'/'I to enable the above disclosed immediate or early loading 

35 of the implant. 
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It shall also be noted that an immediate or early 
loading of the implant may be beneficial to bone forma- 
tion. 

Some of the metals or alloys, such as titanium, 
5 zirconium, hafnium, tantalum, niobium, or alloys thereof, 
that are used for bone implants are capable of forming a 
relatively strong bond with the bone tissue, a bond which 
may be as strong as the bone tissue per se, sometimes 
even stronger- The most notable example of this kind of 
10 metallic implant material is titanium and alloys of tita- 
nium whose properties in tliis respect have been known 
since about 1950. This bond between the metal and the 
bone tissue has been termed '^osseointegration" by BrAne- 
mark et al • 

15 Although the bond between the metal, e.g. titanium, 

and the bone tissue may be comparatively strong, it is 
desirable to enhance this bond. 

There are to date several methods for treating me- 
tallic implants in order to obtain a better attachment of 

20 the implant, and thus improved osseointegration. Some of 
these involve altering the morphology of the implant, for 
example by creating relatively large irregularities on 
the in^lant surface in order to increase the surface 
roughness in comparison to an untreated surface. An in- 

25 creased surface roughness gives a larger contact and at- 
tachment area between the implant and the bone tissue, 
whereby a better mechanical retention and strength may be 
obtained. A surface roughness may be provided by, for ex- 
ample, plasma spraying, blasting or etching. 

30 Rough etching of implant surfaces may be performed 

with reducing acids, such as hydrofluoric acid (HP) or 
mixtures of hydrochloric acid (HCl) and sulfuric acid 
(H2SO4) . The aim of such a rough etching process is to ob- 
tain implant surfaces with rather large irregularities, 

35 such as pore diameters within the range of 2-10 im and 
pore depths within the range of 1-5 jkr. 
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Other methods for obtaining a better attachment of 
the inplant to the bone tissue involve alteration of the 
chemical properties of the inplant surface. For exan^le, 
one such method involves the application of a layer of 
5 ceramic material, such as hydroxyapatite, to the xt^lant 
surface, inter alia in order to stimulate the regenera- 
tion of the bone tissue. Ceramic coatings, ho^er. may 
be brittle and may flake or break off from the implant 
surface, «hich may in turn lead to an ultimate failure of 

10 the inqplant. __-v^„^ 

Besides the above disclosed methods of xtnplant sur 
face modification, it shall be noted that in contact wxth 
oxygen, titanium, zirconium, hafnium, '^^^^^'^'l^f'^ 
a^their alloys are instantaneously covered wxth a thin 
15 oxide layer. The oxide layers of titanium in^lants maxnly 
consist of titanium(IV)dioxide (TiO.) with mxnor amounts 
of TiaOa and TiO. The titanium oxide generally has a 
thickness of about 4-8 nm. However, titanium implants 
having an oxide layer thickness of up to about 20 ^ may 
20 be produced using anodisation (anodic oxidatxon) . As the 
titanium oxide layer thickness increases, the porosity 
and surface roughness of the oxide layer increases. Fur- 
thermore, the crystallinity of the titanium oxide in- 
creases as the oxide layer thickness increases. Thus, an 
25 implant surface roughness may also be obtained by provid- 
ing a thicker oxide layer. 

our prior application WO 95/17217 describes a proc- 
ess wherein a metallic implant (blasted or non-blasted) 
is treated with a 0.2% solution of hydrofluoric acxd for 
30 a treatment period of preferably 30 s at room tempera- 
ture. According to WO 95/17217, the it<«)lant surface xs 
unaffected by this treatment, i.e. no etching of the sur- 
face morphology occurs. The implant is said to have an 
itnproved biocompatibility due to retaining of fluorxne 
35 and/or fluoride on the implant surfaces. 
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Disclosure of the Invention 

An object of the present invention is to provide an 
implant for implantation into bone tissue having an im- 
proved rate of attachment between the implant and the 
5 bone tissue such that the post-siirgery healing period de- 
scribed above (either using a one- or two-stage proce- 
dure) may be reduced and/or an immediate or early loading 
of the implant is enabled. 

Another object of the invention is to provide an im- 
10 plant forming a mechanically stronger bond with bone tis- 
sue. Thus, an implant intended for implantation into bone 
tissue having an itnproved biocorapatibility is to be pro- 
vided. 

Still another object of the invention is to provide 
15 a method for treating an inplant surface intended for im- 
plantation into bone tissue, such as an orthopaedic or 
dental implant surface, whereby an implant according to 
the invention is obtained. 

According to a first aspect of the invention, these 
20 and other objects are achieved with a method for treating 
an implant surface intended for implantation into bone 
tissue, which comprises providing, on the irnplant sur-- 
face, a microroughness comprising pores and peaks having 
a pore diameter of ^ 1 \m, such as from 1 nm to 1 jim, 
25 preferably within the range of 50 nm to 1 ^m, a pore 

depth of £ 500 nm, such as from 1 nm to 500 nm, prefera- 
bly within the range of from 50 to 500 nm, and a peak 
width, at half the pore depth, of from 15 to 150% of the 
pore diameter- 

30 An embodiment of the method according to the inven- 

tion con^rises treating a metallic inplant surface with 
an aqueous solution of hydrofluoric acid having a concen- 
tration of preferably less than 0.5 M, more preferably 
0.1 M, resulting in etching, for an etching period of 

35 preferably up to 180 sec, more preferably up to 60 sec, 
at room tettperature (24 ± 1**C) . Thus, a microroughness as 
specified above is provided. 
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It has been shown that surprisingly good biocompati- 
bility results are obtained for an inqplant, implanted 
into bone tissue, having an implant surface comprising 
said fine microroughness as specified above. Both an im- 
5 proved rate of attachment, and a stronger bond between 
the implcint surface and the bone tissue are obtained. 
Thus, the fine microroughness improves the osseointegra- 
tion process. 

According to a second aspect of the invention, said 

10 objects and other objects are achieved with an implant 

for implantation into bone tissue having an implant sur- 
face at least part of which, such as 0.1 -99,9 area%, has 
been treated with the method according to the invention 
as described herein above. 

15 According to a third aspect of the invention said 

objects and other objects are achieved with an irttplant 
for implantation into bone tissue having an implant sur- 
face, wherein at least a part of the implant surface, 
such 0.1-99.9 area%, comprises a microroughness which 

20 comprises peaks and pores having a pore diameter of ^ 1 
^m, such as from 1 nm to 1 |im, preferably within the 
range of 50 nm to 1 \xm, a pore depth of 500 nm, such as 
from 1 nm to 500 nm, preferably within the range of from 
50 to 500 nm, and a peak width, at half the pore depth, 

25 of from 15 to 150% of the pore diameter. 

Other features euid advantages of the present inven- 
tion will become apparent from the embodiments described 
hereinafter and the appended claims. 
Brief description of the drawings 

30 Figure 1 defines the terms ^pore diameter" (D) , 

*'pore depth'' (h) and '^peak width at half the pore depth" 

(X) . 

Figure 2 shows SEM pictures of a coarse-blasted ref- 
erence implauit surface. 

35 Fig 3 shows SEM pictures of the herein described and 

analysed prior art implant surface according to WO 

95/17217. The. implant surface is non-blasted. 
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Pig 4 shows SEM pictures cf an embodiment of the im- 
plant surface according to the present invention. The im- 
plant surface is non-blasted and has been treated accord- 
ing to method 1 (Example 1, non-blasted) - 
5 Pig 5 shows SBM pictures of an embodiment of the im- 

plant surface according to the present invention. The im- 
^ plant surface has been coarse -blasted and treated accord- 

ing to method I (Example 1, coarse-blasted) . 

Fig 6 shows SEM pictures of an embodiment of the im- 
10 plant surface according to the present invention. The im- 
. plant surface is non-blasted and has been treated accord- 
ing to method II (Example 2 , non-blasted) . 

Pig 7 shows SEM pictures of an embodiment of the im- 
plant surface according to the present invention. The im- 
15 plant surface has been coarse -blasted and treated accord- 
ing to method II (Example 2, coarse-blasted) . 

Pig 8 illustrates the AFM profile of the surface 
shown in Pig 3 (prior art implant) . 

Fig 9 illustrates the AFM profile of the surface 
20 shown in Fig 4 (Bxanple 1, non-*blasted) . 

Fig 10 illustrates the AFM profile of the surface 
shown in Fig 6 (Example 2, non-blasted) , 
Detailed description of the invention 

As used herein in connection with the invention the 
25 teirm **etching'' refers to the process taking place during 
the treatment period during which Ha (g) is generated at 
the itiplant surface. The etching period is measured from 
the formation of the first bubble of H2 (g) at the implant 
surface. Etching in the context of the present invention 
30 relates to a very mild etching of an implant surface pro- 
viding the desired microroughness described herein. 

As used herein the term '^microroughness" refers to a 
surface roughness comprising pores having a pore diameter 
ec[ual to or less than 1 ^m and a pore depth equal to or 
35 less thsui 1 iim. 
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As used herein the term ^macroroughness" refers to a 
surface roughness comprising sixrface irregularities hav- 
ing dimensions greater than 1 jim. 

As used herein the term implant" includes within 

5 its scope any device intended to be implanted into the 
body of a vertebrate animal, in particular a mammal, such 
as a human. Implants may be used to replace anatomy 
and/ or restore any function of the body. 

Generally, an in5)lant is composed of one or several 

10 implant parts- For instance, a dental implant usually 
comprises a dental fixture coupled to secondary implant 
parts, such as an abutment and/ or a restoration tooth. 
However, any device, such as a dental fixture, intended 
for implantation may alone be referred to as an implant 

IS even if other parts are to be connected thereto. 

As used herein the term implant (intended) for im- 
plantation into bone tissue'' refers to implants intended 
for at least partial inqplantation into bone tissue, such 
as dental inqplants, orthopaedic inplants, and the like. 

20 An implant for implantation into bone tissue may also be 
referred to as a bone tissue implant. 

As used herein the term ^implant surface*' refers to 
at least one defined surface region of an implant. Thus, 
the defined surface region may include the entire surface 

25 area of the implant or portions thereof. 

An exanple of an implant surface intended for im- 
plantation into bone tissue is the soirface of a dental 
fixture that Is intended for implantation into the jaw- 
bone of a patient and to be in contact with bone tissue. 

30 Another example of an implant surface intended for 

implantation into bone tissue is the surface of a hip 
joint implant that is intended for ittqplantation into the 
neck of the femur of a patient. 

The terms ''pore diameter" (D) , *pore depth" (h) and 

35 '"peak width at half the pore depth" (x) sure defined in 
Fig 1. These terms are vised in the context of a micro- 
roughness. In Fig 1, a microroughness is superinposed on 




m 



9 

a macroxoughness - However, the same terms are used for a 
microroughness provided on a surface lacking said 
macroroughneas - 

The pore diameter (D) is the distance between the 
5 highest points of two adjacent peaks as defined in Fig 1. 
If there are several points at the same level that could 
be referred to as the highest, the point closest to the 
pore should be chosen. If the ^^peaks" are very broad 
(i.e. the surface might seem to lack well-defined peaks), 

10 the surface may be described as having an essentially 

flat surface profile in-between the pores (forming said 
microroughness) , which are spread over the surface. In 
that case, the pore diameter is the distance between 
those points where the surface profile start to deviate 

15 from the essentially flat surface profile, thus forming 
said pore. This is in compliance with said definition 
shown in Pig 1. 

The pore depth (h) is defined as the distance be- 
tween an imaginary line drawn between the highest points 

20 of two adjacent peaks, and the bottom of the pore (at the 
lowest point) (see Fig 1} . The distance is measured in a 
direction perpendicular to the tangent of said lowest 
. point of the pore. If there are several points at the 
lowest level, a mean value of the distances from these 

25 points to the imaginary line is calculated as the pore 
depth. If no well-defined peaks are present, the imagi- 
nary line is drawn between those points where the surface 
profile start to deviate from an essentially flat surface 
profile, thus forming said pore. 

30 The peak width (x) at half the pore depth (h) is de- 

fined as shown in Fig 1. 

The present invention relates to a method for treat- 
ing an implant surface intended for iit?>lantation into 
bone tissue I which comprises providing a miciroroughness 

35 comprising pores and peaks having a pore diameter of ^ 1 
|im, a pore depth of < 500 nm, and a peak width, at half 
the pore depth, of from 15 to 150% of the pore diameter. 
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Thus, the peak width is preferably within the range 
of 7.5 nm to 1.5 ixm. Even more preferably are peaks hav- 
ing a peak width, at half the pore depth, of from 30 to 
150% of the pore diameter. Most preferably are peaks hav- 
5 ing a peak width, at half the pore depth, of from 60 to 
150% of the pore diameter 

This specific surface mojrphology gives a ve3:y resis- 
tant bone in-growth. With this specific morphology, newly 
formed bone, which grows into the surface irregularities 

ID of the implant surface, does not easily fracture from the 
old bone. In addition, the peaks of the implant surface 
do not easily fracture from the Implant. 

Furthermore, it shall be noted that only a part or 
parts of the implant surface may comprise the herein 

15 specified surface irregularities, which means that the 
pores and peaks may be grouped in several regions 
throughout the surface. Thus, the distances between pores 
and/or peaks may vary throughout the surface. Preferably, 
> 10 area% of the inqplant surface comprises said surface 

20 irregularities, more preferably > 40 area%, and still 
more preferably ^ 70 area%. Most preferably, the entire 
implant surface comprises said surface irregularities ho- 
mogeneously distributed throughout the surface. 

A surface roughness is often evaluated using atomic 

25 force microscopy (AFM) . From such a measurement a root- 
mecin- square roughness (Rq and/or Sq) may be obtained. The 
root-meeui-sqioare roughness corresponds to the root-mean- 
sc[uare deviation of the profile from the mean line over 
one sampling length. Rq is the root -mean- square roughness 

30 measured in two dimensions and Sq is the root -mean- square 
roughness measured in three dimensions. 

AFM is a very sensitive method of surface charac- 
terisation. However, the analysis must be carefully exe- 
cuted so that the microroughness is analysed and not the 

35 underlying suirface structure, such as a blasted or ma- 
chined surface. 
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The root -mean- square roughness may also be calcu- 
lated based upon the surface morphology shown on SEM pic- 
tures of the implant surface or estimated from results 
obtained by any other method of surface characterisation. 
5 Thus, calculations using a pore diameter of i 1 pm 

and a pore depth of S 500 nm gives a root -mean- square 
roughness (Rq) of ^ 250 nm based upon the definition of 
root -mean- square roughness (Rq) as know to persona 
skilled in the art. 

10 The implant surface is preferably a metallic im- 

plant surface, such as a titanium implcint surface. 

The metallic implant surface might be part of a me- 
tallic implant or it might be an applied metallic surface 
layer of a non-metallic implant, such as a ceramic, a 

15 plastic or a composite material. Furthermore, the metal- 
lic implant surface might also be part of a partly metal- 
lic implant, whereby a partly metallic implant surface is 
provided . 

A microroughness as specified according to the in- 
20 vention may be provided using mild etching, micro fabri- 
cation, anodisation, flame spraying, electrochemical 
treatment, laser, spark erosion, or any other suitable 
method of surface modification. 

Preferably, the microroughness is provided by treat- 
25 ing the metallic implant surface with an aqueous solution 
of hydrofluoric acid (HF) , resulting in an etching proc- 
ess . 

The concentration of the hydrofluoric acid is pref- 
erably less than 0*5 M, more preferably 0.1 M. 

30 The metallic implant surface is preferably treated 

for an etching period of up to 180 sec, more preferably 
up to 60 sec, at room temperature (24 ± l^C) . Before the 
etching starts the natural oxide layer is removed by the 
acid and when the acid gets in contact with the implant 

35 surface, the etching process starts and the above dis- 
closed microroughness is provided by the etching process 
of the itr^lant surface. 
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The treatment with HF(aq> is preferably performed at 
room temperature, i.e. at about 20-30^C {normal air pres- 
sure) , preferably 24 ± 1**C. If a higher temperature than 
24 ± l'*C is used, the etching process yrill, as known to a 
5 person skilled in the art, be initiated earlier and the 
etching process will be more rapid, i,e, a shorter etch- 
ing period than the period given herein for etching at 24 
± l^C is needed to obtain the desired result. Hence, if a 
lower temperature than 24 ± l^'C is used, a longer etching 

10 period than the period given herein for etching at 24 ± 
l^'C is needed to obtain the desired result - 

The etching period, the tenperature and the concen- 
tration of HF (aq) determines the ratio between etched 
areas, i.e. areas having a microroughness, and non- etched 

15 areas • 

Preferably, the method further comprises providing a 
macroroughness on the implant surface prior to providing 
the microroughness. Thus, an implant having a microrough- 
ness superimposed on the macroroughness is obtained. The 

20 macroroughness is preferably provided by blasting, more 
preferably blasting a titanium implant surface with tita- 
nium dioxide particles. 

A macroroughness may also be provided by any other 
suitable technique, such as etching, micro fabrication, 

25 anodisation, flame spraying, any electrochemical treat- 
ment, laser, spark erosion, machining, knurling, or any 
other suitable method of surface modification. 

Furthermore, it shall also be noted that the Implant 
surface, with or without a macroroughness, may be either 

30 unthreaded or threaded. 

Said metallic implant surface is preferably made of 
commercially pure titanium or an alloy of titanium, but 
it may also be made of any other biocompatible metallic 
material, such as zirconium or sm alloy thereof, hafnium 

35 or an alloy thereof, niobium or an alloy thereof, tanta- 
lum or an alloy thereof, a chromium- vanadium alloy, or 
any combination of these materials. 
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The implant for implantation into bone tissue ac- 
cording to the invention is preferably a dental in?>lant 
or an orthopaedic implant. 

The present invention also relates to am. inplant for 
S implantation into bone tissue having an implant surface 
at least part of which has been treated with the method 
according to the invention as described herein above. 

Thus, an implant for implantation into bone tissue 
having an implant surface with the above described 
10 characteristics also forms part of the present invention. 

The invention will now be illustrated by means of 
the following non-limiting examples* 
EXAMPLES 

Sample preparation 

15 Surgical implants of commercially pure (c.p.) tita- 

nium were used. 

Each implant was ultrasonically degreased in 
Ecosolv* (70-100% ethyl-2-hydroxypropionate) for 5 min, 
and thereafter in ethanol (70%) for 5 min. 

20 Some of the implants were thereafter blasted with 

titanium dioxide particles. Two different particle size 
ranges of titanium dioxide were used; 6 •8-90 \m (fine = 
F) , and 106-180 ^m (coarse « C) • However, coarser parti- 
cles sizes, such as 160-300 p.m, may also be used. 

25 The blasted implants were then ultrasonically rinsed 

in deionised water for 2x5 min, and in ethanol for 2 x 
5 min to remove any residual blasting particles. 

The implants were then treated according to the fol- 
lowing methods: 

30 a) ieeference implants 

Non-blasted and blasted (F and C) implants, cleaned 
in accordance with above, were provided as references for 
the studies as described hereinafter* 
Jb; PrioT art method (according to WD 95/17217) 

35 Non-blasted and blasted implants (F and C) , cleaned 

in accordance with above, were immersed in 0,1 M HF (aq) 
at room teii^>erature (about 24 ± 1"*C) for 90 s. No Ha (g) 





was formed during this treatment period/ thus no etching 
occurred . 

The implants were thereafter immersed in deionised 
water for 20 s, and thereafter dried. 
5 c) Method I 

Non-blasted and blasted implants (F and C) , cleaned 
in accordance with above were immersed in ethanol (99,5% 
for 2 s and in deionised water for 5 s. 

The implants were thereafter, according to the pre-- 
10 sent invention^ immersed in a stirred solution of 0.1 M 
HF (aq) at room temperature (about 24 ± 1*^C) for an etch- 
ing period of 40 ± 5 sec. About 80-90 area% of the sur- 
face was then etched, thus providing a microroughness . 
However r since the etching process was shown to be slower 
15 for non-blasted implants, these implants should prefera- 
bly be etched for a longer time period, such as 60 ± 5 
sec, than blasted implants to obtain a similar degree of 
etching. The etching period was measured from the forma- 
tion of the first bubble of HaCg) at the implant surface. 
20 The etching of the in?)lant surface starts when the acid 
is in direct contact with the pure titanium, i.e. when 
the titanium oxide covering the titanium surface is re- 
moved. 

The implants were thereafter immersed in stirred de- 
25 ionised water for 20 s. 

The implants were ultrasonically rinsed in ethanol 
(20%) for 3 minr and in deionised water for 4 min. 

The implants were then rinsed in ethanol (99.5%) for 
5 s, wiped, and dried. 
30 An implant treated in accordance with this method is 

referred to as Bxample 1. 
d) Method XI 

Non-blasted and blasted (F and C) implants, cleaned 
in accordance with above, were immersed in ethanol 
35 (99.5%) for 2 s and in deionised water for 5 s- 

The implants were thereafter, according to the pre- 
sent invention, immersed in 0.1 M HF (aq) at room tern- 
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perature (about 24 ± 1®C) with stirring for an etching 
period of 40 ± 5 sec. Due to reasons explained above , 
some of the non-blasted implants were etched for 60 ± 5 
sec (these samples were only used for the AFM measurement 
5 described hereinafter) . The etching period was measured 
from the formation of the first biabble of H2(g) at the 
implant surface. 

The implants were then wiped and dried. 
An implant treated in accordance with this method is 
10 referred to as Example 2. 
In vivo evaluation 

Implant surfaces treated in accordance with the 
above methods were evaluated in vivo using the tensile 
test described in Biomaterials 23 (2002) , pp 2201-2209, 
15 by H J, Ronald, and J B Bllingsen. 

The implants were in the form of coins having a di- 
ameter of 6.25 mm and a height of 1.95 mm. One side of 
the itxqplant coins were treated with said methods. In the 
centre of the other side of the coin, a threaded hole for 
20 attachment to a load cell was provided. 

New Zeeland white rabbits were used as test animals. 
Two guide holes were drilled in one of each rabbit's 
tibial bone using a 1.0 mm diameter twist drill (Medi- 
con*r Germany) using a drill guide to ensure a standard- 
25 ised and correct positioning. Cavities were then prepared 
for each implant coin using a custom made 7.05 mm diame- 
ter stainless steel bur mounted in a slow speed dental 
implant drill with copious physiological saline solution 
irrigation. 

30 The treated and untreated implant surfaces, accord- 

ing to Table 1, were placed in the cavities and stabi- 
lised by a pre-shaped 0.2 mm titanium maxillofacial plate 
(Medicon* CMS, Germany) , retained in the cortical bone by 
two 1.2 X 3 mm^ titanium screws (Medicon* CMS, Germany) . 

35 This ensured a stable passive fixation of the in^lants 
during the healing period. Polytetraf luorethylene (PTFE) 
caps were introduced to resist bone growth towards the 
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vertical faces of the implant as well as bone overgrowth. 
The subcutaneous soft tissue and the superficial layers 
were repositioned and sutured. 

The treated surface was in direct contact with the 
bone tissue, but the vertical sides and the reverse side 
of the coin were not in contact with bone tissue. 

The implant coins were then left for 7 weeks in test 
1, and for 8 weeks in test 2. 

18 rabbits were used in test 1, and 20 rabbits were 
used in test 2 . 

At the end of said period, the rabbits were sacri- 
ficed, and the implant fixations and the PTPB caps were 
removed. The tibial bone was then fixed in a specially 
designed rig to stabilise the bone during the test proce- 
dure. A threaded pin with a ball-head was attached to the 
implant coin by use of the pre -made threaded hole and the 
set-up was adjusted perpendicularly to the load cell us- 
ing a level tube. Tensile tests were then performed using 
a Lloyds IiRX Materials testing machine fitted with a 
calibrated load cell of 100 N. Cross-head speed range was 
set to 1.0 mm/min« Load was applied until the implant de- 
tached from the bone and the force applied was recorded 
on a load versus displacement plot. The detachment of the 
implant coin was in this plot indicated as a well-defined 
breakpoint with a vertical drop in load. The mean values 
of the forces needed to pull out the differently treated 
coins are given in Table 1. The recorded force gives a 
direct assessment of the strength of connection between 
the implant coin and the bone. The higher the recorded 
force, the stronger the connection. 

The first test included a reference coin blasted 
with fine (F) titanium dioxide particles, and blasted (F) 
coins treated in accordance with the prior art method, 
method I, and method II as outlined above. 

The second test included a reference coin blasted 
with fine (F) titanium dioxide particles, a reference 
coin blasted with coarse (C) titanium oxide particles, 
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and blasted (C) coins treated in accordance with method I 
and method II as outlined above. 

Table 1 





Reference 
implant 


Prior art 
implant 


Bxample 1 


Example 2 


Blasting 
particles 


F 


C 


F 




F 


C 


F 


C 


Test 1: 
Recorded 
force [Nl 


18.3 




20.1 




29.0 




26.2 




Teat 2 : 
Recorded 
force [N] 


17.1 


32.2 








39.8 




38.2 



As can be seen from Table 1, the implant coins 
treated in accordance with method I and II gave an im- 
proved bone attachment as compared to the reference coins 

10 and the coins treated according to the prior art method • 
Furthermore, it shall be noted that the coin im- 
plants blasted with coarse (C) titanium oxide particles 
gave a better bone attachment than coin implants blasted 
with fine (F) titanium oxide particles. 

15 Surface characterisation 

The surface characteristics of implants treated in 
accordance with the methods disclosed above were evalu- 
ated using Atomic Force Microscopy (AFM) , and Scanning 
Electron Microscopy (SEM) . 

20 AFM (AFM DualScope, DME AS, Denmark) was used to 

measure the raoaqphology of the implant surfaces. Two sizes 
of sample areas were measured, 5x5txm (256 points sam- 
pling in X- and y-dlrection) and 10 x 10 \im (256 points 
sampling in x-- and y-direction) , respectively (see Fig 8- 

25 10) . The z-scaling of the 3D-pictures (5x5 \m) shown in 
Fig 8-10 has been increased four times. 
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SEM (Philips XL-30 ESEM, Philips, the Netherlands) 
was used to visually study the surface morphology (see 
Fig 2-7) • 

The surface characteristics for inqplants treated in 
5 accordance with the methods disclosed above were evalu- 
ated. Non-blasted implants and implants blasted with 
coarse (C) titanium dioxide particles were studied. 

The implant surfaces were studied by SEM and AFM, 
SEM pictures of an untreated, coarse -blasted (C) 
10 reference iropleucit s\irface are shown in Fig 2 (magnifica- 
tion x500, and xlO 000) . 

SEM pictures of the non-blasted implant surface 
treated according to the prior art method described above 
are shown in Fig 3 (magnification x2 500, and xlO 000) . 
15 An AFM graph of this surface is shown in Fig 8. 

SEM pictures of the non-blasted and coarse-blasted 
(C) implant surfaces treated according to method I are 
shown in Fig 4 (magnification x2 500, and xlO 000) and 
Fig 5 (magnification x60 000 and xl20 000) , respectively. 
20 An AFM graph of the non-blasted surface shown in Fig 4 is 
shown in Fig 9. 

SEM pictures of the non-blasted and coarse -blasted 
(C) implant surfaces treated according to method II are 
shown in Fig 6 (magnification x2 500, and xlO 000) and Fig 
25 7 (magnification xSOO, and xlO 000) , respectively. An AFM 
graph of the non-blasted surface shown in Fig 6 is shown 
in Pig 10. 

The results indicated that both blasted and non- 
blasted implants treated according to method I and II had 
30 pores with a pore diameter of 100-600 nm, more specifi- 
cally predominantly around 250-300 nm, a pore depth of 
50-300 nm, more specifically predominantly around 60-150 
nm, and a peak width, at half the pore depth, of 150-670 
nm. 

35 The microroughness parameters obtained for the non- 

blasted surfaces using AFM are given in Table 2. Parame- 
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ter values for two regions of the inqplant surface were 
recorded and these values ance given in Table 2 

Table 2 





Reference 


Prior art 


Example 1 


Example 2 




implant 


iinplant 






Blasting 


no blast 


no blast 


no blast 


no J3iast 


particles 












Measured areat 10 


X 10 Min 




Sa t|xtn] 


0.04 


0.06 


u . xo 


0.12 




0.04 


0.05 


0.08 


0-10 




0.04 


0.07 


0.16 


0.14 




0.05 


0.07 


0.10 


0.12 


Sdr [%] 


1,1 


1.9 


49.3 


20.0 




2.0 


1.8 


40.3 


10.7 




Measured area: 5 


X 5 mn 






0.03 


0.02 


0.10 


0.09 




0*04 


0.04 


0.07 


0.09 


Sq [urn] 


0.03 


0.03 


0.12 


0.11 




0.04 


0 .05 


0.08 


0.11 


Sdr [%] 


1.5 


1.2 


46.8 


19.7 




2.4 


5,3 


35.8 


12.2 



Etching period: 40 ± 5 sec 
Etching period: 60 ± 5 sec 



As can be seen in Table 2, the Sa and Sg are about 
0.07-0.13 urn and 0.08-0.16 |xm, respectively, for the im- 
plants of Example 1 and Example 2, which are embodiments 
of the present invention. 

Furthermore, the surface developed ratio (Sdr)/ i-e- 
the increase of surface area as compared to a smooth 
area, is increased for the in5)lants of Example 1 and Ex- 
ample 2 in comparison to the reference and prior art im- 
plant , 
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Moreover, it can be seen from Table 2 that the sur- 
face ntorphology of the implant surface treated according 
to the prior art method is similar to the reference im- 
plant surface, i.e. the surface is unaffected, which xs 
also confirmed by the SEM pictures (Pig 3) . The values 
obtained (shown in Table 2) are most likely due to ma- 
chine traces. 

TO improve the accuracy and to obtain higher resolu- 
tion of the APM measurement for blasted surfaces, the AFM 
scanner was placed in an vibration damping sample stage. 
A blasted (C) surface treated according to method I was 
analysed with this modified instrument set-up. These val- 
ues are given in Table 6. 
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Table 3 
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25 





Example 1 


Blasting particles 


C 


Measured area: 5 x 5 um 


Sa l^ml 


0-19 




0.11 




0-22 




0.13 


Sdr [%1 


26.89 




^ 50.89 



Kb can be seen in Table 3, the Sa and S, are about 
0.11-0.19 \m and 0.13-0.22 jtm, respectively, for the 
coarse-blasted inqplant of Example 1. 

The SBM pictures (see Fig 4-7) and the AFM results 
(see Fig 9 and Pig 10) show that the raicroroughness of 
blasted and non-blasted surfaces treated according to the 
method of the present invention, i.e. in this example 
method I and method II, are almost identical. Further- 
nKsre, it can be seen that the implant treated with the 
prior art method is unaffected, i.e. the surface is al- 
most identical to the untreated reference implant. 
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While the invention has been described in detail and 
with reference to specific enibodiments thereof, it will 
be apparent for one skilled in the art that various 
changes and modifications can be made therein without de- 
parting from the spirit and scope thereof. 
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ClAIMS 

1, A method for treating an inqplant surface intended 
for implantation into bone tissue characterise 

5 e d in providing a mlcroroughness comprising pores and 
peaks having a pore diameter of ^ 1 jim, a pore depth of 
^ 500 nm, and a peak width, at half the pore depth, of 
from 15 to 150% of the pore diameter. 

2, A method according to claim 1, wherein the pore 
10 diameter is within the range of 50 nm to 1 urn and the 

pore depth is within the range of SO to 500 nm. 

3, A method according to claim 1 or claim 2, wherein 
a root -mean- square roughness (Rq and/or Sq) of ^ 250 nm is 
provided. 

15 4. A method according to any one of claims 1-3, 

wherein the implant surface is a metallic implant sur- 
face. 

5. A method according to claim 4, wherein the ml- 
croroughness is provided by treating the metallic iitplant 

20 surface with an acpaeous solution of hydrofluoric acid, 

6 . A method according to claim 5 , wherein the con- 
centration of the hydrofluoric acid is less than 

0.5 M. 

7. A method according to claim 6, wherein the metal- 
25 lie implant surface is treated for an etching period of 

up to 180 sec at room temperatixre . 

8. A method according to claim 7, wherein the con- 
centration of the hydrofluoric acid is 0.1 M and the 
etching period is up to 60 sec at room temperature, 

30 9. A method according to any one of claims 1-8, fur- 

ther cott5>rising providing a macroroughness on the in^lant 
sxirface prior to providing the microroughness . 

10. A method according to claim 9, wherein the ma- 
croroughness is provided by blasting the inqplcmt surface. 

35 11. A method according to any of claims 1-10, 

wherein said metallic inqplant surface is made of commer- 
cially pure titanium or an alloy of titanium. 
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12. An iTt5)lant for iniplantation into bone tissue 
having an implant surface at least part of which has been 
treated with a method according to any of claims 1-11- 

13. An implant for implantation into bone tissue 

5 having an implant surface characterised in 
that at least a part of the iirplant surface comprises a 
microroughness which comprise pores and peaks having a 
pore diameter of ^ 1 \m, a pore depth of < 500 nm, and a 
peak width, at half the pore depth, of from 15 to 150% of 
10 the pore diameter. 

14. An implant according to claim 13 r wherein the 
pore diameter is within the range of 50 nm to 1 |Wi and 
the pore depth is within the range of 50 to 500 nm. 

15. An implant according to claim 13 or claim 14, 
15 wherein the microroughness has a root -mean- square rough- 
ness (Rq and/or Sq) of ^ 250 nm. 

16. An iirplant according to any one of claims 13-15, 
wherein the implant surface further comprises a macro- 
roughness . 

20 17. An implant according to any one of claims 13-16, 

wherein said implant is a metallic implant . 

18. An implant according to claim 17, wherein said 
metallic implant is made of commercially pure titsmium or 
an alloy of titcinium* 
25 19. An inplant according to any one of claims 13-18, 

wherein the implant is a dental implant. 

20. An implant according to any one of claims 13-18/ 
wherein the implant is an orthopaedic implant. 
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Abstract 

The invention relates to a method for treating an 
iuiplant surface intended for inqplantation into bone tis- 
sue wherein a microroughness comprising pores and peaks 
having a pore diameter of ^ 1 JWU/ a pore depth of 
< 500 nm, and a peak width, at half the pore depth, of 
from 15 to 150% of the pore diameter is provided. 

The invention also relates to an implant comprising 
a surface having the above characteristics - 
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